Characterizing the Physical and Thermal Properties of Planetary 
Regolith at Low Temperatures 

James G. Mantovani^ Adam Swanger^, Ivan I. Townsend III Laurent Sibille"^, and 

Gregory Galloway^ 

'NASA Kennedy Space Center, Surface Systems, Kennedy Space Center, FL 32899; 

Email ; j ames . g . manto vani@nasa. gov 

^NASA, Fluids Test & Tech. Development Branch, Kennedy Space Center, FL 32899 
^Craig Technologies (ESC), Kennedy Space Center, FL 32899 
"'eASI (ESC), Applied Sciences and Technology, Kennedy Space Center, FL 32899 
^NASA Kennedy Space Center, Surface Systems, Kennedy Space Center, FL 32899 

ABSTRACT 

The success or failure of in-situ resource utilization for planetary surface 
exploration — whether for science, colonization, or commercialization — relies heavily 
on the design and implementation of systems that can effectively process planetary 
regolith and exploit its potential benefits. In most cases, this challenge necessarily 
includes the characterization of regolith properties at low temperatures (cryogenic). 
None of the nearby solar system destinations of interest, such as the moon. Mars and 
asteroids, possess a sufficient atmosphere to sustain the consistently “high” surface 
temperatures found on Earth. Therefore, they can experience permanent cryogenic 
temperatures or dramatic cyclical changes in surface temperature. Characterization 
of physical properties (e.g., specific heat, thermal and electrical conductivity) over 
the entire temperature profile is important when planning a mission to a planetary 
surface; however, the impact on mechanical properties due to the introduction of icy 
deposits must also be explored in order to devise effective and robust excavation 
technologies. The Granular Mechanics and Regolith Operations Laboratory and the 
Cryogenics Test Laboratory at NASA Kennedy Space Center are developing 
technologies and experimental methods to address these challenges and to aid in the 
characterization of the physical and mechanical properties of regolith at cryogenic 
temperatures. This paper will review the current state of knowledge concerning 
planetary regolith at low temperature, including that of icy regolith, and describe 
efforts to manipulate icy regolith through novel penetration and excavation 
techniques. 

INTRODUCTION 

Water ice and other solid volatiles are known to exist on Mars and on various moons 
and asteroids throughout the solar system. Water is also believed to be frozen in the 
lunar regolith of permanently shadowed craters near the poles of the Moon. This 
particular finding has the potential to be game-changing because of the importance of 
accessing such a nearby resource located outside the Earth’s gravity well. It will be 
important to ground-truth such planetary findings by sending spacecraft to robotically 
probe the regolith with instruments able to directly measure the ice content. However, 



this type of surface operation will be difficult to accomplish using a rover that does 
not have adequate weight to provide the necessary downforce in a low gravity 
environment. 

During the Apollo program, it is known that the astronauts found it extremely 
difficult to obtain core samples in 1/6-G gravity in the dense, frictional lunar regolith. 
The results of terrestrial experiments using JSC-IA lunar regolith simulant have 
shown the importance of testing lunar regolith containing even low concentrations of 
water ice, and the necessity of designing and testing flexible yet robust excavators 
(Gertsch 2006). Those experiments found that regolith with 0.6 to 1.5% ice behaves 
like weak shale or mudstone and is readily excavated; that regolith with ~8.4% ice 
acts like moderate-strength limestones, sandstones, and shales that can be excavated 
using mechanical excavators; but the highest strength mix (-10.6% ice) behaves like 
strong limestone or sandstone and requires massive excavators. Similar work by 
Orbitec, Inc. found that water mixed with and compacted in JSC-IA lunar simulant at 
8 - 10% (by volume) produced the hardest possible frozen samples for excavation. It 
will be even more difficult to take core samples, anchor into, and mine asteroids and 
small moons, like Phobos, or mine the hard, icy soil that may be found on the Moon. 

In order to design and evaluate low-force penetrator and excavator systems 
for exploration on planetary surfaces, it is important to understand the geotechnical 
properties of planetary regolith (Alshibli 2009; Carrier 1991; Gamsky 2010; Klosky 
2000; Zeng 2010), and to test these systems using terrestrial analogs of planetary icy 
regolith produced under relevant conditions. NASA Kennedy Space Center has 
developed techniques in recent years to excavate dry regolith simulant in large 
testbeds under ambient conditions, e.g. the Regolith Advanced Surface Systems 
Operations Robot [RASSOR] shown in Figure 1 (Mueller 2013). 



Figure 1. The NASA KSC robotic excavator known as RASSOR. 

This paper will discuss the state of knowledge involving the formation of icy 
regolith in a relevant atmosphere, and describe ongoing efforts at KSC to produce 
large amounts of icy regolith in a vacuum environment that can be used to test 


prototype implements to exeavate iey regolith on planetary bodies (e.g. Moon, Mars 
and asteroids), and measure its thermal properties and eharaeterize its soil meehanies. 


STATE OF KNOWLEDGE 

Previous work eondueted by Honeybee Roboties Spaeeeraft Meehanisms Corporation 
has demonstrated signifieant power savings ean be aehieved using a pereussive eone 
penetrometer on dry lunar regolith simulant, whieh required only a small fraetion of 
the foree of an ordinary penetrometer (Zaeny 2008). Honeybee Roboties and NASA 
Kennedy Spaee Center have also demonstrated that pereussive penetration is a 
suitable method to insert instruments into a mixture of regolith and water iee in whieh 
the eoneentration of water varies (Metzger 2011). The published report of the latter 
experiments details how the measured penetration resistanee varies with depth when 
a pereussive eone penetrometer was applied solely under its own weight to a 1 -meter 
deep eolumn of a frozen mixture of lunar regolith simulant JSC-IA and water 
eonsisting of layers staeked in sueh a way that the water iee eontent varied from 0% 
in the top layer to 10% water by weight in the bottom layer. It should be noted that, 
on the Moon, the depth beneath the desieeated upper layers of lunar soil to reaeh the 
iey regolith in the polar regions is expeeted to be on the order of one-meter (Sanders 
2012). From these previous geoteehnieal studies, it appears likely that even within 
dense layers of iey regolith, a system that eombines percussive penetration with a 
companion sensor probe to directly detect the presence of water-ice has the potential 
to provide important ground truth data for exploration missions to planetary surfaces 
in search of water, whether the destination is the Moon, Mars, or asteroids. 

In 2012, NASA Kennedy Space Center began using large amounts of icy 
regolith to support the development and testing of excavation tools for future 
planetary surface missions. The effectiveness of the digging implements needed to 
be measured using regolith containing water ice. The regolith chosen was a mineral 
aggregate material called BP-1, which KSC researchers had found in 2010 near the 
Black Point basalt flow in the San Francisco Volcanic Field in northern Arizona 
(Rahmatian 2010, Stoeser 2010). It was discovered in laboratory testing at KSC that 
the geotechnical properties of BP-1 are very similar to the higher fidelity lunar 
simulants, such as NU-LHT-2M and CHENOBI, apparently due to BP-l’s lunar-like 
particle size distribution and its presumably jagged particle shapes, thus making it 
useful as a physical lunar regolith analog simulant. When dry BP-1 is mixed in a 
30:1 ratio with water under ambient conditions, it was found to remain granular even 
after freezing by submerging it in liquid nitrogen (LN2) for ten minutes or more. It 
was then found that a hard block of icy regolith forms when a given amount of BP-1 
was mixed in a 10:1 ratio with water (approximately 9% water by volume), 
compacted into round stainless-steel duct end caps 7.5 cm tall by 20 cm diameter, and 
then frozen in liquid nitrogen (LN2) to temperatures as low as 83 K as measured 
using an embedded thermocouple located at the center of a block of icy regolith. Icy 
regolith with such a level of water ice content was selected by KSC to be an extreme 
test case for studying the effectiveness of implements intended to excavate hard icy 
regolith, albeit under ambient conditions. 



Batch production of six 21 -liter trays of icy regolith was possible using a 50- 
liter cement mixer to eombine large quantities of BP-1 with water. A round foam 
plug was used over the mixer opening to contain the water during mixing. The moist 
BP-1 was hand scooped into stainless trays and hand compacted after filling. The 
filled trays with lids partly in place were separately wrapped in plastic to retain their 
moisture content, and then transported to the KSC Vibe Lab for vibratory compaction 
using a vertical shaker unit. An extra 20 pound metal weight was placed on top of the 
tray’s lid to assist compaction. Batch production freezing down to 83 K of 6 trays of 
the BP-1 plus water mixture was then performed. One of the primary safety concerns 
in the process proved to be lifting the heavy frozen blocks out of a full LN2 cryo bath 
after freezing which was accomplished safely using a forklift. To separate a block of 
the icy regolith from its tray, a hand held heat gun was moved evenly over the bottom 
and sides of an overturned tray until the block of BP-1 dropped out as one pieee. 

Field testing of the RASSOR excavator was conducted both indoors and in an 
outdoor pit that contained the blocks of icy regolith made with BP-1. The RASSOR 
was operated in a double bueket dig mode and gravity off-loaded to simulate lunar 
gravity with its tracks in contact with frozen dirt. This preliminary testing served as a 
proof-of-concept that the rotating bucket drums of RASSOR could be used to break 
up the icy regolith for excavation regardless of the hardness. 



Figure 2. RASSOR's bucket drum is showu excavatiug icy regolith formed by cryo-freeziug BP-1 
simulaut mixed with water usiug a 10:1 ratio of regolith to water. 


CURRENT ACTIVITIES INVOLVING ICY REGOLITH AT NASA KSC 

Some of the key objectives in exploring asteroids and the polar regions of the Moon 
and Mars include excavating icy regolith and then identifying and eapturing the solid 
volatiles (e.g., water ice and carbon dioxide ice). Current activities at NASA KSC 
are aimed at demonstrating excavation techniques for collecting icy regolith 
containing water ice under relevant environmental conditions using suitable vacuum 
chamber systems. KSC is developing methods of producing large amounts of ice and 
regolith mixtures under low atmospheric pressure in large vacuum chambers with the 
capability of testing technologies for excavating regolith under simulated planetary 
surface environmental conditions. This will also allow excavation models to be 
tested for validity in experiments conducted under relevant atmospheric conditions so 


that the most efficient and effective excavation tools can be developed for surface 
operations including mining and sample capture on planetary bodies. 


If the subsurface of a planetary body is divided into a warmer upper layer of 
dry porous regolith on top of a lower cold layer of regolith containing pores that can 
be filled with ice, then the thermal inertia in the lower layer can be many times 
greater than the upper layer due to the higher thermal conductivity of icy regolith 
(Rapp 2006). As gaseous volatiles in the atmosphere enter the pores of the granular 
top surface of regolith, gas molecules will diffuse into the regolith until they reach the 
ice table at the temperature and pressure at which solid ice begins to form. The ice 
table presents a barrier to continued downward diffusion of gaseous volatiles. On 
Mars, for example, atmospheric carbon dioxide gas and water vapor are each able to 
diffuse into the Martian regolith but the thermodynamic conditions on Mars are such 
that it is possible for water to solidify and form an ice table in subsurface regolith 
while carbon dioxide remains a gas except at the poles where conditions may support 
the formation of solid carbon dioxide as well. 

Current KSC efforts are intended to demonstrate that a large amount of icy 
regolith can be formed under Martian atmospheric pressures. The work at KSC 
expands upon prior studies at Caltech (Hudson 2009, Siegler 2012) in which the 
formation of icy regolith was investigated using soda lime glass beads as a regolith 
simulant in a volume that contained a mass of -0.55 kg. 



A schematic of the KSC setup is shown in Figure 3. The cryostat, shown in 
Figures 3 and 4, is being used at KSC for initial testing as a proof of concept 
demonstration. The cryostat encloses a cylindrical regolith sample holder the bottom 
of which is placed in thermal contact with a heat exchanger containing vacuum- 
jacketed LN2 cryogenic cooling line which allows the regolith at the bottom of the 



sample holder to be held at a eonstant eold temperature while a resistive heater 
system keeps the top layer of regolith in the sample holder at a constant high 
temperature. Eventually, thermal equilibrium is reached in the dry simulant. But 
when water vapor is introduced into the system, the water molecules will diffuse from 
the warmer surface into the regolith until it encounters regolith that is cold enough for 
the water to freeze and fill the pores of the regolith. Once the ice table begins to form, 
no further diffusion into lower layers will occur. At this point, ice continues to grow 
upwards as the thermal conductivity of the icy regolith mixture increases. The 
regolith sample holder is 8 inches in diameter and 12 inches in height and is able to 
hold ~15 kg of loosely compacted JSC-IA regolith simulant or other granular 
materials. 



Figure 4. Cryostat (left) and Regolith Sample Holder (right) on Heat Exchanger. 


KSC is now planning to expand this proof-of-concept setup using a cryostat 
into a large-scale regolith simulant testbed inside a chamber that holds -1.3 metric 
tons of planetary regolith simulant. This capability will allow for full-scale system 
testing of excavation and surface penetration techniques designed for planetary surface 
exploration that will allow icy regolith to form under relevant vacuum conditions for 
the Moon, Mars and asteroids. 


CONCLUSION 


NASA Kennedy Space Center is currently conducting studies in granular mechanics 
and surface regolith operations to test excavation systems and demonstrate the 
surface penetration of instruments into a large volume of icy regolith that is formed 
under low pressure conditions inside a vacuum chamber. Penetration testing is 
demonstrated using a cryostat chamber that holds -15 kg of icy regolith simulant 
formed under vacuum conditions by mixing water vapor with cryo-cooled volumes of 
regolith, such as JSC-IA, BP-1 and soda lime glass beads. Long-term goals at KSC 


call for testing full-scale exeavation and surfaee penetration systems designed for 
planetary surfaee exploration using a large-scale regolith simulant testbed that ean 
contains roughly 1.3 metric tons of regolith inside a chamber that will allow icy 
regolith to form under relevant vacuum conditions for studies involving the Moon, 
Mars and asteroids. This work will increase our seientific understanding of how icy 
regolith forms over time within the subsurface layers, and how the temperature and 
pressure conditions influence its thickness. 
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